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JEWELRY & ENAMELING

Tools
and

Working
Materials

PROCESSES

Gauging
p. 346
Annealing
p. 18
Cutting
Looping

Inserting

Holding

Tightening

the

Knots

Binding
Soldering
p. 38

Measuring the
Finger

Felt buffing wheel

Tripoli cake

Soda, 'ammonia,  and

water solution
Granite pan
Rouge stick

Chamois buffing wheel

Potassium sulphide so-
lution

Whiting

Soft cloth or chamois
buffing wheel

RING SHANK
Gauge the wire, sterling silver wire 14-gauge.

Anneal the wire.

Cut the wire in two 4-inch lengths.

Loop each of the two pieces of wire in the

center.

Curve each wire slightly.

Bring the ends of each loop together.

Insert the two ends at A through the loop B.

Insert the two ends at B through the loop A.

Place the ends of B in the jaws of the bench

vise.

Hold the ends of A with draw pliers or the

jeweler's hand vise.

Pull the wires until the loop is tight.  The wire

ends may have to be reversed, the ends of A

held in the bench vise and the ends of B pulled

to keep the loop knotted in the center of the

wires.

Bind the wires together.

Solder the wires.

Measure the finger for size.